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llie invention is concenied with a process for obtaining fibrous cement products 
through the use of cellulose fibres. 

Known fibrous cement products which are obtained using cellulose fibres, such as 
wood shavings, paper cellulose, or similar materials, have lesser properties in respect 
of seaHng and strength than asbestos cement products, even if the cellulose fibres are 
subjected to a preliminary treatment with physical or chemical effects, consisting in 
the so-called "mineralisation" of the fibres with lime hydrate, soluble glass, calcium 
chloride, or other similar materials, e.g. in protecting the fibres from external 
influences by coating the fibres with an impervious film, or by impregnating them 
with substances, such as paraffin, which repel water. 

lliere has been, and there still is, disagreement over the explanation for this. It was 
thought at one time that the fibre became swollen in damp cement, or that it became 
damaged by the lime in the cement, or that both these things happened, and at other 
times it has been thought that the cement is influenced by the fibres following the 
release of harmful substances, e.g. colloidal substances. It is all the more difficult to 
determine which of the explanations is correct because any one of them can 
correspond to any one of the steps mentioned hereinabove. 

The invention is founded on the notion that the inadequacy of the strength and 
imper\'iousness of the fibrous cement products obtained from cellulose fibres is due to 
the fact that the cellulose contains soluble components, particularly lignin and 
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variable amounts of polysaccharides, in particular hemicelluloses and pentosanes, 
which have adverse effects upon the setting of the cement. In-depth tests have 
revealed that the strengths of a fibrous cement are greater the purer the fibre is, 
particularly if the content in the cement, not only of lignin, but also of hemicelluloses 
and pentosanes, is reduced. 

Pure alpha cellulose, mixed with Portland cement, produces fibrous cement panels, 
which, in terms of their behaviour and strength, more closely resemble asbestos 
cement panels than the fibrous cement panels which have been known hitherto and 
which were produced by means of cellulose fibres. 

Therefore, the invention provides that when preparing fibrous cement products 
containing cellulose fibres, a cellulose is used, which, prior to being mixed with the 
cement, has been purified, in particular has been slightly' purged of lignin, 
hemicelluloses, and pentosanes. 

ITie use of an alpha cellulose of maximum possible purity not only dispenses with the 
chemical and physical preparatory treatments of the fibres, which have been 
employed previously, but the effect produced is one which has never before been 
possible by those preparatory treatments. The method by which the alpha cellulose 
has been prepared is immaterial, whether it be by acid or alkaline treatment of the 
fibres, and by whatever subsequent treatment which is appropriate. The only thing 
which is essential is that the cellulose is subjected to a treatment which aims, 
specifically, to eliminate the hemicelluloses, pentosanes and hgnin. 
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Abstract: 



1. A process for the preparation of fibrous cemeiit products containing 
cellulose fibres, characterised in that a cellulose is used, which, prior to mixing with 
the cement, is purified, in particular is largely purged of lignin, hemicelluloses and of 
pentosanes; 

2. A method of carr>'ing out this process, characterised in that alpha cellulose 

is used. 



nXb^£^PBf5y^^ inconsistency within the French text, as follows: 

Feigc 2, Column K Line 5 slates: "legcrcment dcbarrassec dc lignine. d'hcmi-cclluioscs ct dc 
pentosanes" (Translation: "slightly purged of lignin, hemi-celluloses and pentosanes). 

Page 2, Column 2, Lines 28-29 stales: "largcmcnt dcbarrassec dc lignine, d'hcmi-celluloscs et de 
pentosanes" (Translation: "largely purged of lignin, hemi-celluloses and pentosanes") 

Page 2, Column 1, Line 7 refers !o "unc alpha-cellulose aussi pure que possible" (Translation: "an 
alpha-cellulose of maximum purity*'). In (he light of this. "legerement dcbarrassec" on page 2, Column 

i, line 5 may be intended to read, "largcmcnt dcbarrassec . . , ( i ranslalion: "largely purged of ), but 

this is merely supposition, and the exact and literal translations have been given throughout. 
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L'invention concerae un procM6 pour 
i'obtention de produits de ciment fibreux 
par I'emploi de fibres de cellulose. 
Les produits connus de ciment fibreux, 
5 obtenus au moyen de fibres de cellulose, 
comma des copeaux de bois, de la cellulose k 
papier ou de matieres analogues, ont, vis-a- 
vis des produits de ciment d'asbeste, de 
moindres proprietes de resistance et d^etan- 

10 ch^ite, et cela, m&fne lorsque les fibres 
de cellulose sont soumises a un traitemeut 
prfliminaire a elTet physicpie ou cbimique, 
qui consiste en une soi- disant c mineralisa- 
tions des fibres avcc de I'hydrate de chaux, 

i5 du verre soluble, du cbJonire de calcium ou 
dautres matiferes analo^es, par exerapie 
en une protection des fibres contre une 
iniluonce exterieure en recouvrant les fibres 
d une peilicule impermeable ou bien encore 

ao par impr^gnalion de matieres qui repoussent 
1 eau, comme la paraffine. 

On n etait pas d accord, et on ne Test pas 
encore, sur Texplication a donner a cet 
enchainement. On a cru tant^t c[ue ia fibre 

2 0 goiille dans le beton humide ou qu elle est 
endommagce pai- la chaux du ciment, ou 
})ien a cos deux actions k la fois, iml^t que 
le ciment est influence par les fibres a ia 
suite (i un degagement de substances nui- 



sibles, par exemple coUoidales. II est d'au- jo 
tant plus difficile de determiner laquelle des 
explications est juste, que n'importe laquelle 
entra elles pent concorder avec n'importe 
laquelle des mesures citees plus haul, 

L^invention se base sur la notion que la 
resistance et rimperm^abilite ihsuffisantes 
des produits de ciment fibrenx obtenus au 
moyen de fibres de cellulose, proviennent 
de ce que la cellulose contient les compo- 
santes soliibles qui nuisent a la prise du 
ciment, en particulier la lignine et des 
quantites variables de polysaccharides, no- 
tamnient des hcmicelluiosesetdes pentosanes. 
Des essais approfondis ont demontre que les 
resistances d'un ciment fibreux sont d au- 
tant plus elev^es, que ia fibre est plus pure, 
en particulier que la teneur de celle-ci est 
plus petite non seulement en lignine, mais 
aussi en hemicelluloses et en pentosanes. 

L'alpha-celiulose pure, meiang^e avec du 
ciment de Portland, doone des plaques de 
ciment fibreux qui. au point de vue de ieur 
romportement el de leur resistance, se rap- 
prochent plus des plaques de ciment d'as- 
beste, que les plaques de ciment fibreux 55 
conmies jusqu'ici et obtenues au moyen 
(le fibres de cellulose. 

L'invention prevoit en consequence, dans 
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Ja preparation de produits de ciuient fibreux 
contenant des fibres de cellulose, Fem- 
ploi (Yum cellulose qui, avant son melange 
avec le ciment, a ete epuree, en particulier 
5 iegeremeut debarrassee de lignine, d*hemi- 
cclluloses et de pentosanes.^ 

L emploi d'une alpha-cellulose aussi pure 
que possible ne dispense pas seul?ment de 
. traitemenlsi'preparatoires cliiniiques et phy- 
i o siques des fibres, mis en application jusqu'ici, 
mais il produit encore un effet qui n'avait 
jamais pu etre obtenu par ces traitement^ 
preparatoires. Le moyen par lequel 1 alpha- 
cellulose a ete preparee est indifffrent, que 
t5 ee soit par nn iraitement acide ou par un 
traitement alcalin des fibres^ et par nun- 
porte quel traitement ulterieur toojours 
approprie. La seule chose essentieile est que 
la cellulose soit souniise a un traitement qui 



vise specialement a eliniiner les heniiceHa- 
loses, les pentosanes et la Ugnine. 

' RESOE : 

1' Proced^ pour la preparation de pro- 
duits de ciment fibreux contenant des fibres 2 
de cellulose, caracteris^ en ce que I'on 
emploie une cellulose qui, avant un melange 
avec le ciment, est epuree, notamment lar- 
gement debarrassee de lignine, d'hemi- 
celluloses et de pentosanes; 3 

9" Mode de re'alisalion de ce proc^de, 
caracteris^ en ce que Ton emploie de lalpha- 
cellulose. 

Sod&i ditc : 
ETERMTWERKE LUDWfG HATSCHEK. 

Par prfKiintwB ; 
Bert et de KKBitEfiifT. 



Pour la vent^ des iM..^ s'adresser a riMPRXMERis N.maXALE, 27, rue de la ConveDtioo, Paris (15.). 



